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Notes: 



Method: 

- add resin, VTMO, amlnosilane, DIDP 

- mix 1 min @ 2200 rpm 
-degas 50 deg C for 45 min. 
-add T-12 

- mix 15 sec © 2200 rpm 
^standard draw down and cure 
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